TABLE 12 - PROPERTIES OF FINE AGGREGATE

Fineness Modulus
		3.10

Moisture Content
		3.14 %

Specific Gravity
		2.73

Unit Weight (pcf)
	Natural
	101

	Dry
	115

Metric Equivalent:    1 pcf * 16.02 kg/cu.m

-72-	6xl2-in. Cyl.
